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WORK ORDER: 
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COPPER AND BRASS SALES 


MATERIAL TYPE 
STAINLESS STEEL 


AISI SERIES 
200 300 400 
AND 
PRECIPIT 
HARDENING 
GRADES. 


"WARNING" 


INHALATION OF FUMES, FRESHLY GENERATED BY THE WELDING OF STAINLESS STEEL CONTAINING ONE OR MORE 
Or- THE FOLLOWING 
INGREDIENTS, 
ZINC, 
MAGNESIUM 
OR 
COPPER, 
ARE KNOWN 
TO CAUSE 
METAL 
FUME 
FEVER. 
INHALATION 
OF 
DUST 
OR 
FUME 
fROM 
STAINLESS 
STEEL 
CONTAINING 
ONE 
OR 
MORE 
OF 
THE 
FOLLOWING 
INGREDIENTS. ALUMINUM, IRON. MANGANESE. SELENIUM, OR TIN, HAS ALSO BEEN REPORTED TO CAUSE METAL 
fo"Ur.1EFEVER AND 
MAY 
CAUSE 
IRRITATION 
TO 
THE 
RESPITORY 
TRACT 
AND/OR 
AGGRAVATE 
PRE-EXISTlNG 
CONDITIONS. TARGET ORGAN IS PRIMARILY THE LUNG. 


TIIIS 
PRODUCT 
CONTAINS 
CHROMIUM. 
EXPOSURE 
TO 
CHROMIUM 
DUST OR FUME 
MAY CAUSE 
METAL 
FUME 
FEVER 
WITH FLU-LIKE 
SYMPTOr-.fS AND KIDNEY 
AND LIVER DAMAGE, UNDER 
mGH 
TEMPERATURES,HEXAVALENT 
CHROMIUM 
~'AY BE PRODUCED. 
IF IN THE INSOLUBLE 
FORM. 
IT IS A CONFIRMED 
HUMAN 
CARCINOGEN.THIS 
PRODUCT 
f-tAY AI$O 
CONTAIN 
NICKEL 
AND -COBALT. 
INlJALA TION OF-NICKEL: OR COBALT 
DUST OR FUME 
MAY RESULT 
IN INFLAMMATION 
OF TilE 
RESPIRATORY 
TRACT. 
NICKEL 
AND COBALT 
HAVE BEEN 
IDENTIAED 
AS POTENTIAL 
HUMAN 
CARCINOGENS. 


IF COATED 
WITH OIL, 
MAY CAUSE 
SKIN 
IRRITATION/DERMATITIS 
BY CONTACT. 
WELDING 
FUME 
IS LISTED 
AS A 


A POSSIDLE CARCINOGENIC 
TO HU~IANS. 


READ THE STAINLESS 
STEEL 
MATERIAL 
SAFETY 
DATA SHEET 
(M5D5) 
ON FILE WITH 
YOUR EMPLOYER 
BEFORE 


WORKING 
WITH THIS MATERlAL 


•. If processing 
or recycling 
produces 
particulate. 
usc exhaust vemilation 
or other comrol~ designed 
to prevent 
exposure 
10 workers. 
Examples 
of .~uch activities 
include melling. 
welding. 
grinding, 
abrasive 
sawing. 
sanding 
and polishing. 
Any activity which abrades 
the surface of this material 
can generale 
airborne 
p.micutatc. 
lll'e respiratory 
prolcction 
(PIOO. quantilative 
fil testing required) 
if 


e\"'lsures 
exceed the permi.~sihle limits . 
•• Tht' OCcupational 
Safety and Health Administration 
(OSHA) nave sel mandatory 
limits on occupational 
exposures 
. 
•• Stainlt'ss Steel. in solid form and a~ contained 
in finishell products 
presents 
no special health risk . 
•. Sold for manufacturing 
purposes 
only. 
This product can be reCYCled; contact your sales representative. 


The Ckcupational 
Safety and Health Administration 
require emplo}'ers to provide 
training 
in Ihe proper 
use of this produci. 


For additional 
infonnation. 
call or write to Copper 
and Brass Sales, 22355 West Ele\'en 
Mile Road. Southfield, 
M148033. 
telephone 


248-233-5600. 
or visit our web site@www.copperandbrass.com. 
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Product Certification Report 


Report Number: 
4078840 


CE5900 


Certified on Ma 
31 
2005 


401376 
Min. 
156.000 
Max. 


ONwLD. 
, 
0500940 
..., 
3.2500 
~ClII"'~. 
Rounds 


••.•ngtft (l<M:ft"') 
132.000 


Ship 
To 


COPPER 
AND 
BRASS 
SALES 
415 
STATE 
PARKWAY 
SCHAUMBURG, 
IL 
60173 
Sold 
To 


VALBRUNA 
CORP. 
31 IRO~ HORSE ROAD 
OAKLlillD, NJ 
07436 


Cb+Ta 
.29 
Ta 
,001 
Cb 
,29 
N 
,04 


ASTMA 564-02 
AMS564la~~...---~_~ 
_ 


~g:CP~~~~A~SALES 


DATE: t.l~\QTY.l~~S. / 


CUSTOMER PO: o:x::A:l q.::ll.. 


SHIPPER NO: 


BY: 


Cu 
3,35 
"0 
,18 


AG'(F) 
900 


Ni 
4,60 


%RA 
50,9 


Cr 
15,60 


%EL(2') 
14,1 


Si 
,5:1.t 


CONDITION A 
AMS 23Q3E 


S 
,017 


PERCENT 
FERRITE 


% FERRITE 
AVG 
1.0 
Free of mercury and low melting alloy contamination. 
Maxx stainless. 
Cloemical testing performed 
to one or several of the following 
ASTM methods: 
E415, E572. E 1019, E 1085, EI086. 
Material melted in Italy, manufactured 
in the United States. 
Material confonns 
to listed specifications. 
Quality system is compliant with ISO 9001'2000. Produced jn accordance with EN J 0204 3.18. 


Lifts: 
0096 
AISI 
630 
ASHESA 
564 01 ED 2002 ADD 
CHEMICAL 
ANALYSIS 
C 
Mn 
P 
,039 
,57 
,026 


HB 
353 
TENSILE 
PROPERTIES 
CAPAB'lLITY 
HB 
TS (PSI) 
.2%YS (PSI) 
433 
206000 
1783QQ 
MAGNETIC 
PARTICLE TEST 
FREQ 
SEV 
AVG 
,ad 
,DO 
MACRO 
ASTM 
.340/E3Bl 
MACRO 
OK 


Results relate only to the items tested. Certification shall not be reproduced except In full, withOut written approval ofValbruna 
Stainless Inc. The reCOrdingof false, fictitious. or fraudulent statements on this document may be punished as a felony 
under federal stalutes, Including Federal law, Title 18, Chapter 47. Consult material safety data sheef (MSDS) for hazard info. 
I hereby certify that the reported flQures are correct as contained In the records of the corporatJon. 


Manager Labol1l.lory Services 
~IJ~~~~. 


Dermis Hackett 


--------------------------- 
- - ------- 


CERTIFICATE OF CONFORMITY 


SOLD TO: 
SHIPPED TO: 
Dart Aerospace 
Ltd. 
1270 Aberdeen 
Street 
Hawkesbury, 
Ont 
K6A 1K7 


same 


QUANTITY 
PART NUMBER 
PART NAME 
PO. 
NUMBER 


10 
DSK076 
Support as per Dwg DSK076 
2068 
D6104-003 
828388 


8 
DSK076 
Support as per Dwg DSK076 
2068 
D6104-003 
828077 


10 
DSK076 
Support as per Dwg DSK076 
2068 
D6104-003 
826715 


20 
DSK077 
Support as per Dwg DSK077 
2068 
D6104-003 
828389 


8 
Support as P 
9 
K077 
2068 
D6104-003 
827970 


7 
Support as 
e 
K077 
2068 
D6104-003 
828078 


14 
DSK080 
Support as per Dwg DSK080 
2068 
D6104-011 
827266 


MATERIAL: 
supplied by DART 


We hereby certify that the above paRS were made in conformance 
with applicable 
drawings. 


MET~C Merae hnology Inc_ 
~ 


Sh~i tkegula) 
alz 


Vankleek Hill, September 
20, 2006 


